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whole firmly bound together, the next step is to run into the mould the plaster for the cast.
As it is very difficult for a beginner to cast a hollow replica, I should recommend him to make a solid one as this entails less risk.
Before proceeding with the filling of the general cavity it is necessary, however, to cast first the small piece of the arm. To do this mix enough plaster to fill the front and back pieces of this part, known technically as "the cap," and when the plaster is flush with the rim of the free piece and beginning to set, add just a little more in this piece and apply the two pieces together. The use of the grooves made in these pieces now becomes apparent. When the two pieces are pressed well together, the superfluous plaster runs away into the grooves, and this part of the mould is thus sure of being entirely filled. After this bind the two pieces of the arm together.
Now mix enough plaster to fill the mould; place the mould head downwards and pour the plaster in through the openings left at the place of the feet of the figure. Shake the mould, turning it in all directions so that the plaster penetrates everywhere, and after two or three minutes of this empty the plaster from the mould back into the basin. All this must be done as rapidly as possible. Again pour the plaster from the basin, if it has not become too thick, back into